ABSTRACT X 

A methodN^f manufacturing a ferrule comprising the 
steps of electrdf orming on a wire such as a metallic wire 
used as a mother rrtold to produce an elongated cylindrical 
rod, by providing grooves 7 on the circumferential surface 
of the rod, breaking tfae groove portion and drawing the 
wire, and machining the \od with respect to at least length 
and size (diameter) . An o\ject of the present invention is 
to provide a method of manufacturing a ferrule that can 
improve productivity and quality by omitting the step of 
sealing the wire with an electriX insulator or the like 
whereby an elongated electrof ormedVod can be manufactured 
and variation in sizes of diameter arhd off-center failure 
are decreased. \ 
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